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This invention relates to a non-contact coating method for producing a continuous coating and articles constructed therefrom Thk 
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a mo.stu^bsorbing made of hygiene which has such a barrier layer. This invention particularly relates to a textile -.^S^ZTSS 
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METHOD FOR PRODUCING A CONTINUOUS THER MOPLASTIC COATING AND 
APTiri ES CONSTRUCTED THEREFROM 

Field of the Invention 

This invention relates to a non-contact coating method for 
producing a continuous coating and articles constructed 
therefrom. This invention further relates to a method for 
producing a textile material with a mcisture-impermeable barrier 
layer and to a method for producing a moisture-absorbing article 
of hygiene which has such a barrier layer. This invention 
particularly relates to a textile material and hygienic 
disposable articles comprising a body fluid impermeable barrier 
layer which car. be produced from said coating method. 
Preferably, the thermoplastic composition used in the coating 
method for producing the barrier layer exhibits certain 
rheological characteristics. 



Background of the Invention 

For various applications, materials are required which are 
impermeable tc liquids such as water and body fluids, but at the 
same time have a textile character which is as close as possible 
to materials without the impermeability characteristics. One 
25 example of such application is hygier.ic articles such as 

disposable diapers, feminine napkins, panty liners, surgical 
drapes, bed pads, and the like. Such hygienic articles often have 
a substantial absorption capacity. Tc ensure that the liquid 
which is to be absorbed does not reach articles of clothing, such 
hygienic articles customarily have a continuous layer of a body 
fluid impermeable film on their garment facing side. Since 
touching this film material is an unwelcome sensation for a 
number of users, it has been suggested to cover the outward side 
of the film with a thin layer of textile material so that the 
article has a textile feel also on its exterior surface. 
EP-A-0 187 728 teaches a disposable diaper with a barrier layer 
in the form of a plastics material film, typically consisting of 
a polyolefin, a polyacrylate, of PVC, nylon or other 
thermoplastic material. The barrier film is laminated, adhered or 
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welded onto a thin nonwoven layer, which makes it necessary to 
prepare the film laminate off-line. As an alternative, it is 
suggested that the plastics material of the film is to be 
extrusion coated onto the nonwoven. The laminate/ thus formed, is 
then used as the outermost material layer in such a way that the 
film layer is on the inside, so that the outer nonwoven layer 
provides the desired exterior texture. This production method is 
rather expensive. Highly polymeric plastic materials such as 
polyethylene, polypropylene, polyacrylate and so on, have low 
melt flow indices and can (if at all) only be processed into 
impermeable films on very sophisticated machinery. This would 
also be true for the suggested direct extrusion coating which 
does not appear to have been reduced to practice yet. Separately 
producing the film, with subsequent laminating onto the nonwoven, 
is even more inefficacious in view of the additional production 
step required. 

US patents 4,692,161 and 4,627,847 teach a leakage waist barrier 
for the edge of an absorbent hygienic article provided by coating 
a hotmelt adhesive onto the edge area of a nonwoven sheet 
material. Depending on the actual type of application, this 
hotmelt adhesive can also serve a constructive function, in 
combination with its function as a barrier, in that it can adhere 
the nonwoven to other materials of the hygienic article. The 
hotmelt is to be coated in a conventional manner by slot nozzle 
coating, transfer coating, spray coating or other such methods. 
The above-mentioned US patents indicate that the hotmelt coating 
must have a minimum thickness of 25 nm, preferably at least 75 
(im, so that a continuous closed barrier layer is achieved. 
Conventional slot nozzle coatings on uneven substrates such as 
nonwovens are typically done by keeping the slot nozzle in 
permanent contact with the substrate such that the nozzle lies on 
the substrate during the coating. It is unprobiematic to coat 
hotmelt adhesives onto uneven substrates with slot nozzles or 
spray coating methods, provided that only a discontinuous coating 
is required such as for constructive applications wherein the 
coating weight of the hotmelt ranges from about 3 g/m : to about 1C 
g/m*. If, however, a continuous layer is to be created, this can 
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only be done using these customary coating methods if the coating 
weight of the hotmelt is greater than about 30 g/nr. 
Such high coating weights are expensive. Furthermore, direct 
coating with a slot nozzle provides substantial mechanical and 

5 thermal stresses on the coated substrates, especially since the 
slot nozzle is heated during coating. Therefore, very sensitive 
substrates such as nonwovens made of very fine or low melting 
point fibers can not always be coated with hotmelt from a slot 
nozzle in a customary manner without damaging the substrate. 

10 Such problems can not be overcome when coating with heated 

coating rollers or spray coating with heated airstreams. The high 
coating weights of this prior art lead to increased stiffness of 
the coated substrate, thus impairing the textile character. 
Similar problems occur in the production of hygienic articles and 

15 in other areas, such as fabric production, wherein zhe resulting 
materials are required to exhibit liquid impermeability, 
especially body fluid impermeability, with textile character 
which is as unimpaired as possible. This is especially pertinent 
for improving the comfort of the user. Presently, in such 

20 technical fields, production methods utilizing preformed 
laminated films are preferred. 

Therefore, there remains a need for a non-contact r.ethod capable 
of producing a continuous coating layer having low coating 
weights . 

25 

Summary of the Invention 

The applicants have found a coating method that overcomes the 
aforementioned problems. The-coaring ^me.t hod == ei m? 
application wherein a^themoplasjy^GzzCOT^ 

30 flojtfable^and-reAease The 
thermoplastic composition is thus coated onto the substrate 
without contact between said coating device and said substrate. 
Preferably, a^liqu id- im permeable , especially a body fluid 
impermeable, barrier wherein the textile character is not 

35 substantially impaired is produced. Since the method employs low 
coating weights of the thermoplastic composition, it eliminates 
the economic disadvantages of current methods as well as improves 
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the tactile quality of the resulting article. Additionally, the 
method is suitable for coating a variety of heat sensitive 
materials. Prefggabj-y-^ r the~substrate-is-a^textile-ma ter\Ul n 
which in the context of this invention means not only a woven 
5 material made of yarn, tbmt^aTsorrany-matejc^^ 

such as nonwoven, as well as nonwoven composites and the like, 
which materials play a major role in the area of, hygienic article 
production. Since the coating device and substrate do not contact 
each other, the mechanical stresses on the substrate are much 

10 less than prior art: methods. 

Fqrjheafcr sensitiy^-subatrate, the thermoplastic composition is 
pre f e r ably coa^ed-at— tempera : tu-r,e:SjzLQjf^ yLS;S-thaivj ^5^C,— even-mor e 
pre r ferabl^tess-than^l-10?G^ to reduce the heat-induced stresses 
on the substrates being coated. This is advantageous for coating 

IS and mu-ually bonding thermally sensitive substrates. 

The thermoplastic composition preferably exhibits certain 
rheolcgical char act e risti.es-s.ueh—^ at 
hi gh=s hear— ra t e s=^ and 
the-ccr.pl-ex-vi-scosi-ty-at— lo^ 

20 ab^u^^C^O-and^aboutrdl'^OOO-porse.. Some neat thermcpiastic resins, 
such as typical film grade polyolef ines, may be suitable for the 
method of the present invention. However-7=compoundec=h.O:troelt 
adhe_si^e^a-M i y 

confrr,c~the^^ Com pounded 

15 hotmel- are also advantageous to insure adequate adhesion tc the 
carrier substrate or for delayed detackif ication of the ccating 
after adherence to the substrate. 

The resulting coating produced from said method is usefuL for a 
variety of applications wherein a consistent continuous ccating 
10 is desired. Coating-weight^^ 
thg ^pplastic-c omp.o,5-i-ti- 

in\pro:/.e~t he-t 5 # 
However, coating weights higher than 30 g/m : may be useful for 
other applications wherein reducing the mechanical and heat- 
5 induced stresses is of primary importance. 

The resulting coating is preferable for producing a body fluid 
impermeable barrier layer in a disposable hygienic article having 
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improved exterior tactile quality. The coating method is 
particularly advantageous for manufacturing as it employs fewer 
production steps than prior art coating methods. Improving 
productivity as well as reducing the coating weight mass per area 
5 results in coatings and corresponding articles that are less 
expensive than prior art. 

The disposable article as described herein has at least one first 
layer wherein said first layer is a permeable substrate and az 
least one second layer wherein said second layer is a barrier 
0 coating produced from the coating method described above. 

Briaf Dascription of tha Drawing 

Figure 1 depicts the method of the present invention wherein a 
continuous thermoplastic coating is formed and adhered to a 
5 carrier substrate. 

Detailed Dascription of the Drawing 

Substrate 1 (15 travels past a series of idle rollers (2) to 
ensure the web is in proper alignment prior to approaching the 

0 coating device (3). At start up the coating device is initially 
in contact with the substrate to adhere the leading edge of the 
coating to the substrate. As Substrate 1 is advanced by the drive 
rolls (6), the coating device is removed from Substrate 1 at =. 
distance most cften ranging from about 0.5 mm to about 20 mm, 

:5 depending on the properties of the thermoplastic composition 
being coating. Substrate 2 (4) is optionally adhered to the 
coating surface by means of a nip roll (5). In the preferred 
embodiment, Substrate 2 may be any substrate present in a 
hygienic article such as an absorbent, elastomeric strands or 

0 webs, tissue, films, covers tock materials such as nonwoven or 
perforated polyethylene, as well as any material that is not 
necessarily in the form of a web such as superabsorbent polymer. 

Detailed Dascription of the Invention 

15 In the method of the present invention, a melted hotraelt 

adhesive, preferably substantially air-free, is released from a 
coating or release device in such a way that it exits the device 
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as a continuous film. A typical example for this is a slot 
nozzle, as it has previously been used for coating in direct 
contact with a substrate. Thus, melt coating devices which are 
already at hand can be reset for use according to the invention 
in that the^toitano&2*l^ 
ad^usfced^tso^hav^ 

When the viscous but flowable molten adhesive leaves the coating 
device, it does not contact the substrate immediately, but rather 
travels for a distance as a continuous coating film suspended 
above the substrate without touching either the device or the 
substrate. Theadd»si&a'n€e»belHveen^ 
s ubstrji^gj^rangg^ 




that a t sxu-tab le^maefa^e i r 

adhe^i y^s^o^ 



c fijjf e6 k xt is surinis ecl that the thermoplastic composition cools 
sufficiently in its suspended state such that it has built in 
viscosity and cohesive strength to the extent that any filaments 
or fibers present on the substrate surface cannot penetrate the 
coating, yet the thermoplastic composition is molten or soft 
enough to adequately adhere to the substrate. 

It has been shown to be especially advantageous, that the coating 
later contacts the substrate in a substantially horizontal 
direction rather than in a vertical direction. To realize this 
advantage, a roller can be provided in the path of movement of 
the substrate to give the substrate a substantially vertical, 
upward direction, as the substrate passes the coating device. 
Additionally, the coating device, such as a slot nozzle, can be 
provided substantially horizontally beside the roller so that the 
coating travels from the side towards the surface of the 
substrate. 

The diameter of the coating role is preferably about 15 mm to 
about 50 mm in diameter with the nozzle slightly above the center 
of the coating roll such that the angle at which the 
thermoplastic coating contacts the substrate is less than about 
60° as the substrate is moving away form the nozzle. The coating 
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head is adjusted by one of ordinary skill in the art to optimize 
for even flow and distribution of the thermoplastic coating over 
the entire width of the application* 

Thereafter, the sufficiently cooled coating contacts the 
5 substrate surface and adheres to the surface without deeply 
penetrating into the substrate. when=*h-e=st^ 
a ctexti-l r e-ma^ 
compr±ses-the:ztext^ 

hotmel^r^rrie^ayer . If the thermoplastic coating is of such a 
10 composition that it substantially detackifies after sufficient 
cooling, the laminate cf the coated substrate, thus formed, can 
be rolled up and stored. The laminate can then be used at some 
later time e.g. as a bcdy fluid impermeable backsheet having 
improved tactile qualify in a disposable hygienic article. The 
15 laminate can be bonded by any suitable bonding technique 

including ultrasonic bcndir.g, heat welding, or more commonly 
adhesive bonding. 

Preferably, the coating of the barrier layer is done "inline" 
immediately before any further processing of the thus produced 

20 coated textile laminate. In such a case, the surface of the 

barrier layer which is pointing away from the substrate and is 
still sufficiently tacky can be used for a constructive adhesion 
step and therefore can also serve to bond the coated textile 
material to other elements of a hygienic article. Ot h'ef^elemen t s 

25 that^co.uld-be-simul^an^jusiy-bondedc: in-thi-s-manner^durringzithe 
fq rmation^o f —the-barr^ 
pol ymex,^ela s tome-ra c-sr^ 

varlous^pe meable-co^er^ r 
per f orated^f-i-Ims . 
30 Since the hotmelt coating can be provided at extremely low 

temperatures, materials can also be provided with barrier layers 
which are too sensitive mechanically and/or thermally for 
customary coating methods. 

Such sensitive materials include low gauge polyethylene 
35 materials, low basis weight nonwovens and the like. 

A substantial advantag of the invention is that continuous, 
sufficiently impermeable barrier layers can be made from hotmelts 
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at very low coating weights. Even with customary commercially 
available hotmelts, closed-barx-i-er-==i-ayers=can=be=:produce.ci at 
coat-±Tig = wi^h~t^f c= TOt-m^ 

e^jrl-y-po3 : si&l^to-^ 2 0 

g / c m^and=moTtF : pref e^S^^ , 
the prior art coating of hotmelts according to customary methods 
for forming edge leakage barriers, as in US patent 4,692,161, 
requires area weights of about 70 g/m : to create the preferred 
film thickness of around 75 At— thi ckne s s-o f^-S- urw^^the 
sugges-:>ed-m*n-imu^ the contact-coated layer 

is perforated by substrate fibre, and is not closed. 
The very thin barrier layers which can be produced according to 
the invention do not only contribute to the economical advantages 
of the inventive method, but also make it possible to achieve a 
very much reduced stiffness of the material, which thus comes 
much closer, in its properties, to a textile material which is 
not provided with a barrier layer at all. 



The Thermoplastic Composition 

20 A g~P rev -i° u s-l^^^ s 

arooxp^ 

methoj _g_g_^^ e n t^i-n ven ,t;i^ r? e 

elasti£_p ^^ 

properties. Hotmelt adhesives commonly have melt flew indices 
required for such processing already at very low temperatures . 
Typi cal_hotmelts-are~f luid-eno ughirf.or— such-proces s i ng-a t 

30 tempe J ratures-ran 

More preferably, the thermoplastic composition exhibits certain 
rheological characteristics such that a continuous, especially a 
body fluid impermeable coating can be produced at ccating weights 
of less than about 30 g/nr. In general, the rheological 

35 properties preferably fall within a rheological window wherein 

the complex viscosity at high shear rates (1,000 rad/sec) is less 
than about 500 poise and the complex viscosity at low shear rates 
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(< 1 rad/sec) is between about 100 and about 1,000 poise. In 
other words, preferable thermoplastic compositions exhibit 
Newtonian regions at low shear rates and shear thinning at higher 
shear rates. Thermoplastic compositions having wide windows of 

5 application are those in which the composition exhibits the 

appropriate rheological properties at a variety of application 
settings, particularly low temperatures. Narrow application 
windows are those in which the rheological parameters are only 
met under very specific conditions. Amorphous polyolefins based 

10 hotmelt adhesives such as Lunatack® D-8370 (H.B. Fuller Company) 
tend to exhibit relatively flat viscosity curves at low shear 
rates {less than bout 10 rad/sec) and consequently relatively 
wide application windows. Block copolymer based hctmelt adhesives 
tend to exhibit particularly steep viscosity profiles causing 

15 very narrow application windows. 

Data generated that supports this rheological window is depicted 
in Table I. The test procedures used to determine the rheological 
data are described in detail hereinafter. 

The applicants surmise that the high shear information relates to 
20 the processing conditions at the slot die exit. A composition 
with too high cf a complex viscosity at 1,000 radians/sec would 
require excessive pump pressure to exit the coating device. A die 
with a shirr, gap larger than 3 mm could be used to process these 
materials cut a higher coating weight may result. 
25 The low shear information relates to the settling of the coating 
on the substrate during the time it is suspended above the 
substrate. If the low shear value is too high, the coating may 
not adhere adequately to the substrate and/or the thermoplastic 
composition builds up at* the nozzle causing a streaked, 
30 discontinuous coating. If the low shear viscosity is too low, the 
coating may seep into the substrate, causing poor barrier 
properties . 

Extensional viscosity, which was not measured can alsc strongly 
influence the melt strength. Higher levels of branching cr the 
35 addition cf a small concentration of a high molecular weight 
material can strongly influence the m It strength. More 
preferred, are compositions that meet the target rheological 
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parameters at lew application temperatures of less than about 
125°C, most preferably 1 ss than about 110°C. 

Acco rdingl y , n^.y Jcnow^^^ y^^^z±GM^rSjSe 1 1 

2!?*??5?I £ °5^^ of-this-inventi^Tj^tmelr 
^^^^yf?.^^^-^^^^^^.^ least- one- -th^oprasttc" pol"Vmer , 
^t4east one y^^^iler and at least bne^tacki f y ing ^re sin . 
Preferably, such suitable hotmelts comprise up to 40% by weight 
of thermoplastic polymer, up to 40% by weight of a plasticizer 
and up to 70% by weight of tackifying resin. 
With respect to the thermoplastic polymer, atactic 
polyalphaolefins such as Vestoplast® 708 (HUls) and synthetic 
rubbers such as S-EB-S block copolymers have been found to be 
especially suited, particularly those as used in hotmelt 
adhesives such ss Lunatack® D-3964 (H.B. Fuller) . Further, 
however, also c.her thermoplastic polymers are suitable, such as 
ethylene-vinylacetate copolymers or other synthetic rubbers as 
available in ccrmerce under the tradenames Kraton®, Solprene©, 
and Stereon®. 

Plasticizers and tackifying resins used in hotmelt adhesives are 
20 known. Oils such as naphthenic oils are preferred plasticizers. 
As for tackifyi-g resins, those resins already known for such 
purposes are generally suitable, especially hydrocarbon resins, 
ester resins and other such compatible resins. The components are 
mixed and processed in a known manner to prepare the hotmelts 
which can be used according to this invention. 
With suitable hotmelts, such as those described in DE-A-41 21 
716, it is alsc possible to make materials which are impermeable 
to liquid water, yet water vapor permeable rendering the coatir.g 
"breathable". 

In addition to commonly known hotmelt adhesives, thermoplastic 
compositions cenprising a water soluble, saline (body fluid) 
insoluble copolyester such as Eastman AQ 1350®, commercially 
available from Zastman, are also particularly useful for creating 
barrier films that are impervious to body fluid, yet readily 
water soluble. This feature is of particular interest for 
creating flushsble and compostable disposable hygienic produc-s. 
Furthermore, there may be applications wherein water permeability 
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is desired. According-^ 
for_coat^g^ate^^ 
the^moplastrc-materials . 

Hereinafter, the invention will be further depicted by the 
5 following non-limiting examples. 

Embodiment example 1 : 

Several hotmelts which slightly differ from each other in 
composition were formulated in the following composition ranges: 
10 20 - 25% naphthenic oil 

30 - 40% atactic polyolef in (s) 
35 - 45% hydrocarbon resin 

Embodiment example 2: 
15 Several hotmelts were formulated within the following range 

limits : 

15 - 20% SIS-block copolymer 
15 - 25% naphthenic oil 
50 - 65% ester resin 

20 

Embodiment example 3: 

As a commercially available hotmelt adhesive, the "lunatack D 
8370" product was used, which is available frcm H. 5. Fuller 
GmbH. This is a hot -melt adhesive comprising about 25% 
25 polyolef ine, about 40% hydrocarbon resin with a cyclopentadiene 
component, about 15% polyisobutylene and about 10% naphthenic 
oil. 

Testing Procedure 
30 The hotmelts according to embodiment examples 1 through 3 were 
placed in a customary processing machine provided with a slot 
nozzle such as Nordson EP 51. The^slofcno^z^e^wa^-p^ovided 
,_hg£^ntM-^ 

wa^led^T^M^upward-directio The distance between the slot 
35 nozzle and the substrate was-2 ; =mm s , at a nozzle slot length of e£0 
mm^ The web speed of the nonwoven was 25 m/min. At a system 
pressure of about 53 bar and a release temperature of the 
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hot-melt of approximately 100°C, the hotmelt was coated onto the 
substrate, where it formed a closed barrier layer. Ijnmeg^tel-y 
t here.a f t er,— the-t hu s^coaSAfes^ s t oma r y 

a <fe255E?J^zfeody— (-tissue) . In each case, a reliable adhesive bond 
5 between substrate and tissue was provided, and in each case, the 
hotmelt barrier layer formed between the tissue and the substrate 
was found to be completely liquid -impermeable . Processing was 
without any problems. The coating weight was an average of 21 
g/nr. At corresponding fine adjustment of release temperature of 
hotmelt, system pressure, distance between slot nozzle and 
substrate, machine speed etc. etc., it was systematically 
possible to form water-tight closed barrier layers at area 
weights of less than 20 g/m : on this substrate. 



15 Examples 4-16: 

Table 1 depicts rheological data on Examples 4 through 16. 
Column 2 of Table 1 depicts the reference temperature for the 
rheological parameters as well as the coating application 
temperature for each sample. Table 2 depicts the chemical 
20 description of examples 4 through 9 as well as the coating 
parameters for those examples in which a continuous coating 
resulted. A consistent continuous coating was not able tc be 
produced with Samples 4 through 9 at the temperature indicated in 
Column 2. The applicants surmise that the inability to produce a 
15 continuous coating is due to the complex viscosity being greater 
than about 1000 poise at about 1 rad/sec. By comparing examples 5 
with 14 and 4 with 10, the complex viscosity at 1 rad/sec can be 
forced into the rheological window by increasing the temperature. 
By ccr.paring example 7 with 16, the applicants have demonstrated 
0 the relatively narrow rheological window of Lunatac:<3> D-3964. At 
90°C D-3964 exhibits too high of a complex viscosity at 1 
rad/sec. At 110°C, D-3964 exhibits to low of a complex viscosity 
at 1 rad/sec, causing the material to soak into the substrate. 
The applicants surmise a temperature exists between 90°C and 110°C 
5 wherein D-3964 would produce a continuous coating. However, a 
thermoplastic composition exhibiting such a narrow rheological 
window would have little chance of commercial success. 
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Example 14 exhibits the utility of blending a thermoplastic 
composition that does not meet the Theological window with 
another material such that the resulting composition is useful 
for producing a continuous coating. In this particular example, 

5 since D-3964 exhibits too low of a complex viscosity at 1 
rad/sec, it is blended with a material to raise the complex 
viscosity at 1 rad/sec such that the blend exhibits the 
preferable rheological properties. Alternatively, examples 
exhibiting too high of a complex viscosity at 1 rad/sec, such as 

10 examples 4 through 9 can be blended with compatible materials to 
lower the complex viscosity such that the blended material may be 
coated at the preferable application temperature of less than 
125°C. 

Examples 4 through 16 were tested in a similar manner as Examples 
15 1-3. The application conditions and rheological data of the 

adhesive compositions are depicted in Table 1. A system pressure 
ranging from about 40 to about 65 bar was obtained during coating 
of examples 10 through 16. 

The rheological data was generated from a dynamic mechanical 

20 spectrometer such as a Rheometric Scientific RDS 7700 <10,00C 
g/cm transducer, 10 g/cm - <10,000 g/cm torque). A master curve 
of G 1 (shear storage modulus), G" (shear loss modulus) and 
complex viscosity as a function of frequency was obtained through 
time temperature superposition. During testing the sample was 

25 loaded at the upper test temperature between 50 mm diameter 
parallel plate discs with a 1 to 2 mm gap. After allowing the 
sample temperature to stabilize for at least about 10 minutes, a 
frequency sweep was performed from about 0.1 to about 100 radians 
per second. Upon the completion of the frequency sweep, the 

30 sample temperature was lowered to the next temperature and the 
procedure repeated. The strain amplitude was adjusted to improve 
the resolution and ranged from about 20% to about 40%. After the 
frequency sweep was completed at the final, lowest temperature, 
time-temperature superposition was used to overlay the data into 

35 a single master curve at the application temperature. If the 

actual coating temperature was not one of the actual temperatur s 
tested, the Williams, Landel, Ferry (WLF) (Ferry, J.D. 
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Viscoelastic Properties of Polymers , 3rd Ed., Wiley: NY, 1980) 
equation was used to obtain the master curve. 
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1. A method of coating, wherein a thermoplastic composition 
which has been thermally made flowable, is coated from a 
coating device onto a substrate, characterized in that 
said composition is released from said coating device as 
a continous coating without contact between said coating 
device and said substrate, and is subsequently disposed 
upon the surface of said substrate* 

2. The method according to claim 1, characterized in that 
said substrate is a textile material. 

3. The method according to claim 1 or 2, characterized in 
that said coating device is disposed at a distance from 
said substrate, and preferably is formed by a slot 
nozzle. 

4. The method according to claim 3, characterized in that 
the distance between the coating device and the substrate 
is at least about 0.5 mm, and preferably not more than 
about 20 mm. 

5. The method according to any one of claims 1 to 4, 
characterized in that the coating device is provided in a 
part of the path of movement of the substrate wherein 
said path of movement is directed substantially 
vertically. 

6. The method according to any one of claims 1 to 5, 
characterized in that the thermoplastic composition is 
coated onto the substrate such that the coating weight is 
not more than about 30 g/m 3 , preferably n t more than 
about 20 g/m a and especially preferred about 10 g/m a or 
less . 
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7. The method according to any one of claims 1 to 6, 
characterized in that the thermoplastic composition is 
released from the coating device at a temperature of less 
than about 125°C / preferably less than about 110°C. 

8. The method according to any one of claims 1 to 7, 
characterized in that the complex viscosity of the 
thermoplastic composition is less than about 500 poise at 
about 1,000 radians/sec at the coating temperature* 

9. The method according to any one of claims 1 to B, 
characterized in that the complex viscosity of the 
thermoplastic composition ranges from about 100 to about 
1,000 poise at about 1 radian/sec at the coating tempera- 
ture. 

10. The method according to any one of claims 1 to 9, 
characterized in that said thermoplastic composition is a 
hotmelt adhesive. 

11. A method for producing a moisture -absorbing hygienic 
article comprising at least one structural element of 
absorbent material, at least one moisture- impermeable, in 
case water vapor-permeable inner barrier layer substan- 
tially covering the absorbent element and at least one 
outer layer of textile material which is bonded to the 
barrier layer on one face, characterized in that for 
forming the inner barrier layer, a thermoplastic 
composition is coated as a continuous closed film from a 
coating device onto the textile material of the outer 
layer without the coating device contacting the 
substrat . 
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12. The method according to claim 11, characterized in that 
the thermoplastic composition, preferably formed by a 
hot-melt adhesive film, is coated onto the substrate with 
an area weight not exceeding 30 g/m 3 , preferably not ex- 
ceeding 20 g/m 3 and especially preferred less than 

10 g/m 3 . 

13. The method according to claim 11 or 12, characterized in 
that the thermoplastic composition forming the barrier 
layer is coated onto the textile material and said 
material is thereafter combined with the material forming 
the absorbent element so that the ho tine It is only adhered 
at the surfaces of the textile material and the absorbent 
element and thus bonds the textile material and the 
ele me nt to each other. 

14. The method according to claim 13, characterized in that 
the textile material and the absorbent element are 
combined and bonded "inline* immediately after the 
coating of the hot-melt. 

15. A textile article comprising a body fluid impermeable 
barrier characterized in that the area weight of said 
barrier layer is less than about 30 g/m*, preferably less 
than about 10 g/m 3 . 

16. The textile article of claim 15, characterized in that 
the barrier layer comprises a hotmelt adhesive. 

17. The textile article of claim 15 or 16, characterized in 
that the barrier layer comprises a thermoplastic 
composition such that the complex vise sity of the 
thermoplastic composition is less than about 500 poise at 
about 1,000 radians/sec at the coating temperature. 
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18. The textile article of any one of claims 15 to 17, 
characterized in that the barrier layer comprises a 
thermoplastic composition such that the complex viscosity 
of the thermoplastic composition ranges from about 100 to 
1,000 poise at about 1 radian/sec at the coating tempera* 
tur e • 



19. A disposable hygienic article with at least one first 
layer wherein said first layer is a permeable textile 
substrate and at least one second layer wherein said 
second layer is a body fluid impermeable barrier formed 
by solidified hot melt adhesive adhered to the surface of 
said textile substrate at at a coating weight of less 
than about 30 g/m 2 , preferably less than about 20 g/m 2 and 
most preferably less than about 10 g/m 3 . 

20. A disposable hygienic article, comprising at least one 
first layer, which is a body fluid permeable substrate, 
and at least one second layer which is a body fluid 
impermeable barrier layer formed by the method of any one 
of claims 11 through 14. 
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